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PRELIMINARY AMENDMENT 



Commissioner for Patents 

ATTN: BOX PATENT APPLICATION 

Washington, D.C. 20231 

Dear Sir/Madam: 

This application is a division of application Serial No. 09/065,944, filed April 24, 1998, 
which is a continuation-in-part of application Serial No. 08/916,629, filed August 22, 1997. 

Prior to taking up the above-identified application for examination, please amend the 
application as follows: 

In the Title 

Please delete the original title "ADHESIVE COMPOSITION AND METHODS FOR 
USE IN PACKAGING APPLICATIONS" and insert therefor - - METHODS FOR USE IN 
PACKAGING APPLICATIONS USING AN ADHESIVE COMPOSITION - - , 



In the Specification 

On page 15, line 23, please delete "Nakes" and insert therefor -Nakos-. 
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In the Claims 

Please cancel claims 15-21 and 65-82 as indicated in the Request for Filing a Divisional 
Application filed herewith. Please amend claims 1, 22, 31-34, 43-45, 49, 59-60, and 62 as 
follows. Therefore claims 1-14 and 22-64 are pending in the present application. All the 
pending claims are reproduced herein for convenience v^th the amended claims so marked. 

1. (Once Amended) A method for applying an adhesive to a wafer comprising: 

providing a wafer having a surface; and 

applying an instant setting adhesive composition on the surface of the wafer in a 
configuration wherein a plurality of portions of the surface have the instant setting adhesive 
composition applied thereon, and further wherein one or more zones of the surface[t] are 
essentially free of the instant setting adhesive composition. 

2. The method of claim 1 further comprising singulating the wafer to form at least 
one die having the instant setting adhesive composition on at least a portion thereof 

3. The method of claim 2 wherein the zones comprise singulation streets. 

4. The method of claim 1 wherein the zones comprise regions having exposed bond 

pads. 

5. The method of claim 1 wherein applying the instant setting adhesive composition 
to the surface of the wafer comprises a technique selected from the group of screen printing, 
depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot shooting, and 
combinations thereof 
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6. The method of claim 1 wherein the instant setting adhesive comprises an adhesive 
component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive, 
and mixtures thereof. 

7. The method of claim 1 further comprising applying an adhesion promoter to the 
surface of the v^afer prior to applying the instant setting adhesive composition. 

8. The method of claim 1 v^herein the instant setting adhesive composition 
comprises at least one optional additive selected from the group of a thermal stabilizer, a 
thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture 
stabilizer, a curing inhibitor, an adhesion promoter, a storage stabiUzer, a colorant, and an 
organic solvent. 

9. The method of claim 1 w^herein the instant setting adhesive composition 
comprises a cyanoacryhc adhesive component comprising a monomer of the formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

M^herein R is selected fi-om the group of a C^.^ alkyl, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 

1 0. The method of claim 8 w^herein R is selected from the group of a methyl group, 
an ethyl group, an n-propyl group, an isopropyl group, an n-butyl group, an isobutyl group, a 
pentyl group, a hexyl group, an allyl group, a methallyl group, a crotyl group, a propargyl group, 
a cyclohexyl group, a benzyl group, a phenyl group, a cresyl group, a 2-chlorobutyl group, a 
trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl group and a 2-ethoxyethyl 
group. 
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11. A method for applying an adhesive to a wafer comprising: 
providing a wafer having a surface; 

applying an instant setting adhesive composition on the surface of the wafer in a 
configuration wherein a plurality of portions of the surface have the instant settmg adhesive 
composition dispensed thereon and one or more zones that are essentially free of the instant 
setting adhesive composition, wherein the instant setting adhesive composition has a thixotropic 
index from about 4 to about 6. 

12. The method of claim 1 1 wherein applying the instant setting adhesive 
composition comprises one of stenciling and screen printing. 

13. The method of claim 1 1 wherein the instant setting adhesive comprises an 
adhesive component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic 
adhesive, and mixtures thereof. 

14. The method of claim 1 1 wherein the one or more zones include singulation streets 
and regions having exposed bond pads and further comprising singulating the wafer along the 
singulation streets to form at least one die having the instant setting adhesive coated on at least a 
portion thereof. 

22. (Once Amended) A method for use in packaging a die comprising: 
providing a die; 
providing a leadframe; and 

using an instant setting adhesive composition to attach the [one or more dice] die 
to a portion of the leadframe, wherein the instant setting adhesive composition comprises an 
adhesive component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic 
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adhesive, and mixtures thereof and further wherein the instant setting adhesive composition has 
a thixotropic index from about 4 to about 6. 

23. The method of claim 22 wherein the die includes the instant setting adhesive 
composition applied thereon. 

24. The method of claim 22 wherein the leadframe includes the instant setting 
adhesive composition applied on at least a portion thereof. 

25. The method of claim 24 wherein the die includes the instant setting adhesive 
composition applied on a back surface of the die. 

26. The method of claim 25 wherein the die includes the instant setting adhesive 
composition applied on at least a portion of a face surface of the die. 

27. The method of claim 26 wherein the face surface of the die comprises exposed die 
bond pads. 

28. The method of claim 22 further comprising using an instant setting adhesive 
composition comprising a conductive filler to form a heat sink; and attachmg the heat sink to a 
portion of the die or the leadframe. 

29. The method of claim 28 wherein the method further comprises assembling a 
package including the die and the leadframe, wherein the heat sink is attached to the package. 

30. The method of claim 22 wherein the method further comprises applying an 
encapsulant on portions of the die attached to the leadframe, wherein the encapsulant comprises 
an instant setting adhesive composition. 
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31. (Once Amended) The method of claim 22 wherein [the step of] using the instant 
setting adhesive composition comprises attaching a plurality of lead fingers of the leadfi-ame to 
the die, wherein the lead fmgers include the instant setting adhesive composition applied on at 
least a portion thereof 

32. (Once Amended) The method of claim 22 wherein [the step of] using the instant 
setting adhesive composition comprises attaching the die to a mounting paddle, wherein the 
mounting paddle includes the instant setting adhesive composition applied on at least a portion 
thereof. 

33. (Once Amended) The method of claim 22 wherein [the step of] using the instant 
setting adhesive composition comprises using a technique selected from the group of screen 
printing, depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot 
shooting, and combinations thereof to apply the instant setting adhesive composition. 

34. (Once Amended) A method for use in packaging a die comprising: 

providing a die; 
providing a leadfi-ame; and 

using an instant setting adhesive composition to attach the [one or more dice] die 
to a portion of the leadfi*ame under pressure and a temperature of about 200°C or less. 

35. The method of claim 34 wherem the die includes the instant setting adhesive 
composition applied thereon. 

36. The method of claim 34 wherein the leadframe includes the instant setting 
adhesive composition applied on at least a portion thereof 
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37. The method of claim 36 wherein the die includes the instant setting adhesive 
composition apphed on a back surface of the die. 

38. The method of claim 34 wherein the die includes the instant setting adhesive 
composition applied on at least a portion of a face surface of the die. 

39. The method of claim 38 wherein the face surface of the die comprises exposed die 
bond pads. 

40. The method of claim 34 ftirther comprising using an instant setting adhesive 
composition comprising a conductive filler to form a heat sink; and attaching the heat sink to a 
portion of the die or the leadfirame. 

41 . The method of claim 40 wherein the method further comprises assembling a 
package including the die and the leadframe, wherein the heat sink is attached to the package. 

42. The method of claim 34 wherein the method further comprises applying an 
encapsulant on portions of the die attached to the leadfi-ame, wherem the encapsulant comprises 
an mstant setting adhesive composition. 

43. (Once Amended) The method of claim 34 wherein [the step of] using the instant 
setting adhesive composition comprises attaching a plurality of lead fingers of the leadframe to 
the die, wherein the lead fingers include the instant setting adhesive composition applied on at 
least a portion thereof. 

44. (Once Amended) The method of claim 34 wherein [the step of] using the instant 
setting adhesive composition comprises attaching the die to a mounting paddle, wherein the 
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mounting paddle includes the instant setting adhesive composition applied on at least a portion 
thereof. 

45. (Once Amended) The method of claim 34 wherein [the step of] using the instant 
setting adhesive composition comprises using a technique selected from the group of screen 
printing, depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot 
shooting, and combinations thereof to apply the instant setting adhesive composition. 

46. A method for attaching a semiconductor die to a leadframe comprising: 
providing an instant setting adhesive composition including an adhesive 

component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive, 
and mixtures thereof; 

applying the mstant setting adhesive composition on at least a portion of a wafer 
including a plurality of dice; and 

singulating dice from the wafer; and 

attachiag a die having the instant setting adhesive composition applied on at least 
a portion thereof to a portion of a leadframe. 

47. The method of claim 46 wherein the portion of the leadframe comprises a 
mounting paddle and the surface of the wafer comprises a back surface of the wafer. 

48. The method of claim 46 wherein applying the instant setting adhesive 
composition comprises applyhig the instant setting adhesive composition in a pattern on the 
wafer, the pattern including the instant setting adhesive composition on regions of the wafer such 
that singulation streets and bond pads being essentially free of the instant setting adhesive 
composition. 
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49. (Once Amended) The method of claim 46 wherein attaching the die on a portion of 
the leadframe comprises [the steps of]: 

positioning a portion of the die having the instant setting adhesive composition 
thereon adjacent to the portion of the leadframe; and 

applying pressure at an elevated temperature to attach the die to the leadframe. 

50. The method of claim 49 wherein the elevated temperature is about 200^^0 or less. 

5 1 . The method of claim 46 wherein the portion of the leadframe comprises one or 
more lead fingers of a lead on chip leadframe and the surface of the wafer comprises a face 
surface of the wafer. 

52. The method of claim 46 wherein the portion of the leadframe comprises one or 
more lead fingers and the surface of the wafer comprises a back surface of the wafer. 

53. A method for attaching a semiconductor die to a leadframe: 

dispensing an instant setting adhesive composition on the leadframe, the instant 
setting adhesive composition comprising an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic acrylic adhesive, and mixtures thereof; 

placing the die in contact with the instant setting adhesive composition; and 
forming a bond between the die and the leadframe with the instant setting 
adhesive composition. 

54. The method of claim 53 finther comprising applying a catalyst to the leadframe, 
die or to the instant setting adhesive composition prior to forming the bond between the die and 
the leadframe. 



55. The method of claim 53 wherein the leadframe includes a mounting paddle. 
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56. The method of claim 53 wherein the lead&ame comprises a lead-on-chip 
leadframe. 



57. A method for attachmg a semiconductor die to a leadframe; 
providing the leadframe with a mounting paddle; 

dispensing an instant setting adhesive composition on the mounting paddle; 
placing a die in contact with the instant setting adhesive composition; and 
applying pressure at a temperature of about 200°C or less to bond the die to the 
leadframe with the instant setting adhesive composition. 

58. The method of claim 57 wherein the instant setting adhesive composition 
comprises a cyanoacrylate adhesive component with a formula: 

COOR 

/ 

CH^^C 

\ 

CN 

wherein R is selected from the group of a Ci.^ alkyl, a cycloalkyl, an alkenyl, an alkynyl, 
a cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 

59. (Once Amended) The method of claim 57 wherein [the dispensing step] dispensing 
the instant setting adhesive composition comprises a method selected from the group consisting 
of screen printing, depositing and patterning, syringe applying, stenciling, dip coating, spraying, 
dot shooting, and combinations thereof. 

60. (Once Amended) The method of claim 57 wherein dispensing the [adhesive 
material] instant setting adhesive composition comprises forming a pattem of dots. 
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61 . The method of claim 57 further comprising adding at least one optional additive 
selected from the group of a thermal stabiUzer, a thickener, a plasticizer, a toughener, a 
conductive filler, a dielectric additive, a moisture stabilizer, a curing inhibitor, an adhesion 
promoter, a storage stabilizer, a colorant, and an organic solvent. 

62. (Once Amended) A method for attaching a lead-on-chip semiconductor die to a 
lead-on-chip leadframe: 

providing the leadframe with a plurality of lead fingers configured to form a die 

mounting area; 

dispensing an instant setting adhesive composition on the lead fingers in the die 
mounting area, said [adhesive material] instant setting adhesive composition comprising an 
adhesive component selected from the group of a cymioacrylate adhesive, an anaerobic acryhc 
adhesive, and mixtures thereof and an electrically insulating filler; 

placing the die in contact with the instant setting adhesive composition; and 
forming a bond between the die and the lead fingers with the instant setting 
adhesive composition. 

63. The method of claim 62 fiirther comprising applying a catalyst to the lead fingers, 
die or the instant setting adhesive composition prior to the placing step. 

64. The method of claim 62 wherein the cyanoacrylate adhesive comprises a 
monomer with a formula: 

COOR 

/ 

CH2=C 

\ 

CN 

wherem R is selected from the group of a C^.^ alkyl, a cycloalkyl, an aUcenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 
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Remarks 

Please enter the preliminary amendment and consider original claims 1-14 and 
22-64 as amended. 

Conclttsion 

The Examiner is invited to contact Applicants' Representatives, at the below- 
listed telephone number, if there are any questions regarding this Preliminary Amendment or if 
prosecution of this application may be assisted thereby. 
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PATENT 
DOCKET: 150.0072 0101 

ADHESrVTE COMPOSITION AND METHODS FOR USE IN 
PACKAGING APPLICATIONS 

Field of the Invention 

/ ' This invention relates to an adhesive composition and methods for using an 
adhesive composition in die packaging applications. 

Background of the Invention 

In semiconductor manufacture, a single semiconductor die (or chip) is typically 
mounted within a sealed package. In general, a typical package protects the die from damage 
(e,g,5 breakage, physical abuse, etc.) and from contaminants in the surrounding environment 
(e.g., moisture, dust particles, etc). In addition, the package provides a lead system for 
connecting electrical devices of the die to a printed circuit board or other external circuitry. 

Each die has a lower surface (also referred to as the back of the die) that is devoid 
of circuitry, and an upper surface (also referred to as the face of the die) having integrated 
circuitry constructed thereon. The integrated circuitry is electrically accessible via die wire 
bonding pads which may be arranged in a variety of configurations on the face or edges of the 
die. 

Typically, an initial component in the packaging process is a leadframe. The 
leadframe is a metal frame which supports several dice for packaging and provides the leads for a 
final semiconductor package. A typical leadframe strip is adapted to mount several 
semiconductor dice. 

In one a conventional packaging process, each die is attached to a mounting 
paddle of the leadframe utilizing an adhesive layer. The adhesive layer.is typically formed ^om 
an adhesive composition including an epoxy, an acrylic, a silicone or a polyimide material ^ 
located between the bottom surface of the die and an upper surface of the mounting pad41e. 
Also, during the packaging process, bond pads formed on the die are electrically connected to the 
leads of the leadframe using bond wires. Following the appUcation of a protective layer, for 

1 



example polyimide, to the face of the die, it and a portion of the leadframe to which it is adhered 
is encapsulated in a polymeric material. Similarly, all other die-leadframe assemblies on a 
leadframe strip are encapsulated resulting in encapsulated interconnected packages, i.e., 
interconnected by way of the leadframe. After encapsulation, a trim and form operation 
separates the interconnected packages. Leads of each package are also shaped into a desired 
configuration. 

Attempts have been made to increase circuit densities and to improve packaging 
^ technologies. For example, some high density circuits, such as 16 mega bit memory devices, use 
lead"On-chip (LOC) packaging technology. A known lead-on-chip (LOG) semiconductor 
package is described in U.S. Patent No. 4,862,245 (Pashby et al). In general, a LOC die 
package is formed with a leadframe that does not include a mounting paddle for moimting the 
die. In the LOC die package, lead fingers of the leadframe are not only for electrical attachment 
to the bond pads of the die via bond wires but also adhere to the face of the die and support the 
die during processing. Prior to encapsulation, the die, in effect, is mounted to the lower surface 
of lead fingers. This configuration provides improved heat transfer from the die and shortens the 
length of the bond wires. In addition, this configuration enhances the reliability of the package 
seal. 

One method of attaching and wire bonding a LOC die to an LOC leadframe is 
known as area wire bonding or A-wire bonding. When A-wire bonding is automated, the method 
typically includes attaching a double-side adhesive tape to the bottom surface of the leadframe 
fingers. Typically, the double-sided adhesive tape includes a thermoset adhesive on two 
opposing surfaces of the tape. The face of the die is then attached to a tape surface opposite the 
leadframe fingers. Generally, attaching the face of the die to the tape surface is accomplished in 
the presence of heat and pressure. The die-tape-leadframe fingers construction is then heated in ^ 
an oven to cure the thermoset adhesive. After the adhesive is cured, the leadframe is transferred 
to a wirebonder machine that connects the bond wires to the bond pads on the die and to the lead 
fingers of the lead frame. Holes through the adhesive tape allow the bond wires to attach to the 
bond pads on the die. 

In general, an A-wire process is relatively expensive and complicated. For 
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example, the double-sided adhesive tape used in the process is an expensive component because 
the tape must have an accurate configuration and must be precisely attached to the leadframe 
fingers for each die to be attached. This is a delicate process and requires precise indexing of the 
die and precise alignment of the adhesive tape with the die and the leadframe fingers. Moreover, 
5 ,any irregularities (such as buckles, gaps, wrinkles, etc.) in the adhesive tape during attachment to 
the ^eadframe fingers tends to cause voids and adhesion problems during attachment of the die, 
which may ultimately result in the production of a defective product. 

In another packaging method, a lead-under-chip (LUC) die may be attached to 
leadfingers of a leadframe. For example, a tape adhesive on the back of the die or on the 
1 0 leadfingers, along with positioning the die on the lead fingers, results in attachment of the die to 
the leadframe. 

I.: Additionally, because the tape requires an accurate configuration primarily based 

I'i on the die configuration, many tape configurations (which can vary in tape width, hole patterns, 
^ 1 etc.) are required to be stocked by semiconductor manufacturers. This also adds to the expense 
1 S^^^^= and complexity of the process. Furthermore, when hole patterns are pimched out, a large amount 
of tape is wasted in the process, 
V :^ Yet another packaging method includes attaching a semiconductor die to a 

\;l leadframe as described in U.S. Patent No, 5,286,679 (Famworth et ak). The method includes 
n forming a patterned layer of a thermoplastic or thermoset adhesive to one surface of a 
20'' semiconductor wafer. Individual dice are then singulated from the wafer. During packaging, 
each adhesive coated die is attached to lead fingers of a leadfi-ame by heating the adhesive layer 
and pressing the lead fingers, adhesive and die together. This heating process is sufficient to cure 
the adhesive layer formed firom a thermoplastic material. However, when the adhesive layer is 
formed fi-om a thermosetting material, a separate heating step is required for curing, 
25 Thus, whether adhesive tapes, thermoplastic adhesives or thermoset adhesivqs are 

used, heat, typically at a temperature of about 300°C or more, is generally supplied to the 
leadframe-adhesive-die interface during packaging which adds cost, time and equipment to the 
packaging process. 
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Summary of the Invention 

In view of the foregoing, there is a need in the semiconductor art for an improved 
adhesive and methods for using such an adhesive in packaging applications. Accordingly, the 
present invention is directed to a method for forming a pattern of adhesive on a wafer, a method 
,of attaching a semiconductor die to a leadframe, a method of making a semiconductor package, a 
semiconductor package and an adhesive composition suitable for use in packaging applications. 

One aspect of the present invention provides a method for applying an adhesive to 
^ a wafer. Preferably, the method includes the steps of providing a wafer having a surface; and 
applying an instant setting adhesive composition on the surface of the wafer in a configuration 
wherein a plurality of portions of the surface have the instant setting adhesive composition 
applied thereon, and further wherein one or more zones of the surfacet are essentially free of the 
instant setting adhesive composition. 

The method may also include the step of singulating the wafer to form at least one 
die having the instant setting adhesive composition on at least a portion thereof The zones may 
include singulation streets or regions having exposed bond pads. Additionally, the method may 
further include the step of applying an adhesion promoter to the surface of the wafer prior to 
applying the instant setting adhesive composition. 

Another aspect of the present invention provides a method for applying an 
adhesive to a wafer. Preferably, the method includes the steps of providing a wafer having a 
surface; and applying an instant setting adhesive composition on the surface of the wafer in a 
configuration wherein a plurality of portions of the surface have the instant setting adhesive 
composition dispensed thereon and one or more zones that are essentially free of the instant 
setting adhesive composition, wherein the instant setting adhesive composition has a thixotropic 
index from about 4 to about 6. Preferably, the one or more zones include singulation streets and^ 
regions having exposed bond pads and further comprising singulating the wafer along the ^ 
singulation streets to form at least one die having the instant setting adhesive coated on at l6ast a . 
portion thereof 

According to the present invention, an instant setting adhesive composition is also 
provided. As utilized herein, thte instant setting adhesive composition includes an adhesive 



component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive, 
and mixtures thereof; and at least one optional additive selected from the group of a thermal 
stabilizer, a thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a 
moisture stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant, and 
an organic solvent. The instant setting adhesive composition preferably has a thixotropic index 
from ^bout 4 to about 6. Additionally, the instant setting adhesive composition preferably has a 
thermal degradation temperature of about 3 00 "^C or more. 

In one embodiment of an instant setting adhesive according to the present 
invention, the instant setting adhesive composition includes a cyanoacrylic adhesive component 
including a monomer of the formula: 

COOR 

/ 

CH2-C 

\ 

CN 

wherein R is selected from the group of a Cj.5 alkyl, a cycloalkyi, an alkenyl, an alkynyl, a 
cycioalkenyl, an alkaryl, an aralkyl, and an aryl group. Preferably, R is selected from the group 
of a methyl group, an ethyl group, an n-propyl group, an isopropyl group, an n-butyl group, an 
isobutyl group, a pentyl group, a hexyl group, an allyl group, a methallyl group, a crotyl group, a 
propargyl group, a cyclohexyl group, a benzyl group, a phenyl group, a cresyl group, a 2- 
chlorobutyl group, a trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl group and a 
2-ethoxyethyl group. 

In another embodiment of an instant setting adhesive composition according to 
the present invention, the instant setting adhesive composition includes a cyanoacrylate adhesive 
component comprising a monomer of the formula: 

COOR , . 

CH2 = C 

\ „ - . 

CN 

wherein R is selected from the group of a Ci.6 alkyi, a cycloalkyi, an alkenyl, an alkynyl, a 



cycloalkenyl, an alkaryl, an aralkyl, and an aryl group; and at least one optional additive selected 
from the group of a thermal stabilizer, a thickener, a plasticizer, a toughener, a conductive filler, 
a dielectric additive, a moisture stabilizer, a curing inhibitor, an adhesion promoter, a storage 
stabilizer, a colorant, and an organic solvent. Preferably, the instant setting adhesive 
composition has a thixotropic index from about 4 to about 6. Additionally, the instant setting 
adhesive composition preferably has a thermal degradation temperature of about 300°C or more. 

Yet another aspect of the present invention provides a method for use in 
packaging a die. Preferably, the method includes the steps of providing a die; providing a 
leadframe; and using an instant setting adhesive composition to attach the one or more dice to a 
portion of the leadframe. Preferably, the instant setting adhesive composition includes an 
adhesive component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic 
adhesive, and mixtures thereof and further wherein the instant setting adhesive composition has a 
thixotropic index from about 4 to about 6. 

Preferably, the die includes the instant setting adhesive composition applied 
thereon. The instant setting adhesive composition can be applied on a variety of portions 
including at least a portion of the leadframe; a back surface of the die; and at least a portion of a 
face surface of the die, which can be exposed die bond pads. 

Another aspect of the present invention provides a method for use in packaging a 
die. Preferably, the method includes the steps of providing a die; providing a leadframe; and 
using an instant setting adhesive composition to attach the one or more dice to a portion of the 
leadframe under pressure and a temperature of about 200 °C or less. 

The methods according to the present invention can fiirther include a variety of 
additional steps. For example, the method can include the steps of using an instant setting 
adhesive composition comprising a conductive filler to form a heat sink; and attaching the heat . ^ 
sink to a portion of the die or the leadframe, preferably wherein the heat sink is attached to the 
package. The method can also include applying an encapsulant on portions of the die attached to 
the leadframe, wherein the encapsulant comprises an instant setting adhesive composition. 
Likewise, the method can fiirther include using the instant setting adhesive composition 
comprises attaching a plurality of lead fingers of the leadframe to the die. Preferably, the lead 



fingers include the instant setting adhesive composition applied on at least a portion thereof. The 
method may also further include the step of using the instant setting adhesive composition 
comprises attaching the die to a mounting paddle. Preferably, the mounting paddle includes the 
instant setting adhesive composition applied on at least a portion thereof 

Additionally, the methods may further include the step of applying an encapsulant 
on portions of the die attached to the leadframe. Preferably, the encapsulant includes an instant 
setting adhesive composition. The method may also include the step of using the instant setting 
adhesive composition comprises attaching a plurality of lead fingers of the leadframe to the die, 
wherein the lead fingers include the instant setting adhesive composition applied on at least a 
portion thereof 

Yet another aspect of the present invention provides a method for attaching a 
semiconductor die to a leadframe. The method includes providing an instant setting adhesive 
composition including an adhesive component selected from the group of a cyanoacrylate 
adhesive, an anaerobic acrylic adhesive, and mixtures thereof and, preferably, applying the 
instant setting adhesive composition on at least a portion of a wafer including a plurality of dice. 
The method also includes the steps of singulating dice from the wafer; and attaching a die having 
the instant setting adhesive composition applied on at least a portion thereof to a portion of a 
leadframe. The method may also include the step of attaching the die on a portion of the 
leadframe. Preferably, attaching the die on a portion of the leadframe includes positioning a 
portion of the die having the instant setting adhesive composition thereon adjacent to the portion 
of the leadframe; and applying pressure at an elevated temperature to attach the die to the 
leadframe. More preferably, the elevated temperature is about 200 ""C or less, 

A further aspect of the present invention provides a method for attaching a 
semiconductor die to a leadframe. Preferably, the method includes dispensing an instant settings 
adhesive composition on the leadframe, wherein the instant setting adhesive composition 
includes an adhesive component selected from the group of a cyanoacrylate adhesive, an - 
anaerobic acrylic adhesive, and mixtures thereof The method also includes placing the die in 
contact with the instant setting adhesive composition; and forming a bond between the die and 
the leadframe with the instant setting adhesive composition. The method may also include the 



additional step of applying a catalyst to the leadframe, die or to the instant setting adhesive 
composition prior to forming the bond between the die and the leadframe. In the method, the 
leadframe may be a moimting paddle or a lead-on-chip leadframe. 

Yet a further aspect of the present invention provides a method for attaching a 
semiconductor die to a leadframe including the steps of providing the leadframe with a mounting 
paddl^ and dispensing an instant setting adhesive composition on the mounting paddle. The 
method also includes placing a die in contact with the instant setting adhesive composition; and 
^ applying pressure at a temperature of about 200 °C or less to bond the die to the leadframe with 
the instant setting adhesive composition. 

Another aspect of the present invention provides a method for attaching a lead-on- 
chip semiconductor die to a lead-on-chip leadframe. Preferably, the method includes providing 
the leadframe with a plurality of lead fingers configured to form a die mounting area and 
dispensing an instant setting adhesive composition on the lead fingers in the die mounting area, 
said adhesive material comprising an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic acrylic adhesive, and mixtures thereof and an electrically 
insulating filler. The method also includes the steps of placing the die in contact with the instant 
setting adhesive composition; and forming a bond between the die and the lead fingers with the 
instant setting adhesive composition. Preferably, the method further includes the step of 
applying a catalyst to the lead fingers, die or the instant setting adhesive composition prior to the 
placing step. 

In the methods according to the present invention above, the dispensing step 
preferably includes a method selected from the group consisting of screen printing, depositing 
and patterning, syringe applying, stenciling, dip coating, spraying, dot shooting, and 
combinations thereof. Alternatively, the step of dispensing the adhesive material incldues 
forming a pattern of dots. 

The present invention also provides a semiconductor package including one or . 
more leads; a die including one or more die bond pads electrically connected to the one more 
leads; and an adhesive layer between at least a portion of the one or more leads and the die, the 
adhesive layer formed from an instant setting adhesive composition. The adhesive layer can be 
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between a back side of the die and the at least one portion of the one or more leads or between a 
face side of the die and the at least one portion of the one or more leads. Preferably, the face of 
the die includes at least one bond pad connected to the one or more leads. Additionally, the 
semiconductor package may also include a heat sink attached to a portion of the die, wherein the 
heat sink is formed from an instant setting adhesive composition. The heat sink may be attached 
to a portion of the package. 

Another aspect of the present invention provides a semiconductor package 
^ including a singulated portion of a leadframe including a mounting paddle and a plurality of 
trimmed lead fingers; a die; and an instant setting adhesive composition attaching the die to the 
mounting paddle. 

Yet another aspect of the present invention provides a semiconductor package 
including one or more leads; a die including bond pads electrically connected to a portion of the 
one or more leads; and an adhesive layer between at least a portion of the one or more leads and 
the semiconductor die. Preferably, the adhesive layer is formed from an instant setting adhesive 
composition including a cyanoacrylate adhesive component comprising a monomer of the 
formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

wherein R is selected from the group of a Ci.6 alkyl, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group; and at least one optional additive selected 
from the group of a thermal stabilizer, a thickener, a plasticizer, a toughener, a conductive filler, 
a dielectric additive, a moisture stabilizer, a curing inhibitor, an adhesion promoter, a storage , , ^ 
stabilizer, a colorant, and an organic solvent. Preferably, the instant setting adhesive ^ 
composition has a thixotropic index from about 4 to about 6, Additionally, the instant setting 
adhesive composition preferably has a thermal degradation temperature of a.bout.300°C or more. 

The semiconductor packages in accordance with the present invention may also 
include an encapsulant formed from a composition comprising a component selected from the 



group of a cyanoacrylate adhesive, an anaerobic acrylate adhesive, and mixtures thereof. 

These and other objects, features and advantages of the present invention will be 
apparent from the following description of various embodiments and as illustrated in the 
accompanying figures. 

.\' Brief Description of the Drawings 

Figure 1 A is a schematic plan view with parts removed from a leadframe having a 
" semiconductor die attached thereto in accordance with the present invention; 

Figure 1 B is a cross sectional view taken along section line 1 B- 1 B in Figure 1 A 
illustrating a semiconductor package constructed in accordance with the present invention; 

Figure 2A is a schematic plan view of a semiconductor die illustrating one 
preferred applying pattern of an adhesive composition in accordance with the present invention; 

Figure 2B is a schematic plan view of a mounting paddle of a leadframe 
illustrating another applying pattern of an adhesive composition in accordance with the present 
invention; 

Figure 3 is a schematic block diagram of a system adapted to perform one 
preferred embodiment of a method in accordance with the present invention; 

Figure 4 is an exploded perspective view of a LOG leadframe with an LOG die in 
accordance with the present invention; 

Figure 5 is a perspective view of a packaged LOG die in accordance with the 

present invention; 

Figure 6 is a plan view of a semiconductor wafer with a patterned adhesive 
composition applied thereon in accordance with the present invention; 

Figure 7 is a side elevation view taken across line C-G of the semiconductor wafer 

shown in Figure 6; < ^ ' 

Figure 8 is a plan view of an LOG die separated from the wafer of Figure 6 and 

having an adhesive composition applied in accordance with the present invention; , 

Figure 9 is a side elevation view taken across line D-D of the die shown in Figure 

8; 
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Figure 1 OA is an enlarged cross sectional view showing attachment of lead fingers 
and bond wires to an LOG die in accordance with the present invention; 

Figure 1 OB is an enlarged cross sectional view showing attachment of lead fingers 
and bond wires to an LUC die in accordance with the present invention; 

Figure 11 A is a schematic view showing one preferred method for applying an 
adhesive composition on a surface of a wafer or die in accordance with the present invention; 

Figure 11 B is a schematic view showing one preferred method for applying an 
' adhesive composition on a surface of a wafer or die in accordance with the present invention; and 

Figure 12 is a schematic plan view showing another preferred embodiment of the 
placement of an adhesive composition on lead fingers of a leadframe. 

Detailed Description of the Preferred Embodiments 

Adhesive Composition 

One preferred adhesive composition comprises an instant setting adhesive 
composition. As used herein, the term "instant setting" refers to the time required for the 
adhesive composition, once it is applied to a surface, become non-flowable such that the 
adhesive composition retains the discrete pattern in which it was applied. In general, the time 
required for the adhesive composition to set is about 0.10 seconds to about 120 seconds. 
Preferably, the adhesive composition is instant setting at a temperature from about 20° C to 
about 30° C and at ambient atmosphere. More preferably, the time for the adhesive composition 
to become non-flowable is about 0.10 seconds to about 60 seconds. Thus, an instant setting 
adhesive composition does not require additional energy input, such as heat or radiation (e.g., 
ultraviolet light or electron beam radiation), for application of the adhesive composition to a 
surface of a substrate. As used herein, "cure" or "cured" refers to a state of an adhesive ^ 
composition wherein sufficient crosslinking, chain extending, or both (also referred to herein ^s 
"polymerization"), has occurred such that a usefiil bond can no longer be formed with the 
adhesive composition. In contrast, and in general, thermoplastic materials are typically heated to 
soften the thermoplastic material for application to a surface. Upon cooling to room temperature, 
the softened thermoplastic material typically returns to its original condition. Additionally, 
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theromsetting materials are those that cure irreversibly upon heating. 

An instant setting adhesive composition according to the invention includes an 
adhesive component selected from the group of a cyanoacrylate adhesive; an anaerobic acrylic 
adhesive; and mixtures thereof A preferred instant setting adhesive composition comprises a 
cyanoacrylate adhesive component. In general, cyanoacrylate based adhesive compositions are a 
one part system which obviates the need for metering and mixing additional components for 
polymerization or curing of the adhesive composition. Cyanoacrylate based adhesive 
^ compositions generally do not require the presence of organic solvents which eliminates the time, 
expense and potential environmental hazards posed by conventional adhesive compositions 
containing organic solvents that must be evaporated during polymerization or curing. Thus, 
cyanoacrylate adhesive compositions are typically substantially totally reactive. Other 
advantageous characteristics include high bond strength formed after polymerization or curing 
and solvent resistance of the polymerized adhesive composition. 

A cyanoacrylate adhesive composition preferably includes a monomer having the 
following general formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

wherein R is selected from the group of a Ci,6 alkyi, cycloalkyl, alkenyl, alkynyl, cycloalkenyl, 
alkaryl, aralkyl, or aryl group. Optionally, any of the above listed groups may be substituted 
with a non-basic group, such as oxo, halo, silicon, and ether oxygen, so long as these 
substitutions do not interfere with the stability and adhesion of the adhesive composition. 
Preferable R groups are selected from the group of a methyl group, an ethyl group, an n-propyl . ^ 
group, an isopropyl group, an n-butyl group, an isobutyl group, a pentyl group, a hexyl gro\ip, an 
allyl group, a methallyl group, a crotyl group, a propargyl group, a cyclohexyl group, a benzyl 
group, a phenyl group, a cresyl group, a 2-chlorobutyl group, a trifluoroethyl group, a 2- 
methoxy ethyl group, a 3-methoxybutyI group and a 2-ethoxyethyl group. Cyanoacrylate 
adhesives are commercially available from Loctite Corporation, Rocky Hill, Connecticut, for 
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example, under the trade designations 410 and 416. 

Another preferred instant setting adhesive composition includes an anaerobic 
acrylic adhesive component. An anaerobic adhesive compositions are those that cure in the 
absence of oxygen, even in the absence of oxygen in the ambient atmosphere. Typically, 
anaerobic adhesive compositions cure in the presence of a metal and exposure to free radicals. 
More preferred anaerobic adhesive compositions include low molecular weight polyfunctional 
methacrylates, such as described in U.S. Patent No. 4,309,526 (Baccei). 

Thixotropic Characteristic 

Conventional instant setting adhesive compositions typically do not possess 
sufficient thixotropic characteristics for semiconductor applications, such as packaging assembly, 
particularly when the semiconductor application is automated. Preferably, an instant setting 
adhesive composition in accordance with the invention has a thixotropic characteristic such that 
the adhesive composition can be dispensed in a discrete pattern. By "discrete pattern," it is 
meant that after the adhesive composition is dispensed in a desired configuration, the adhesive 
composition substantially maintains the configuration in which it was applied without the need 
for any additional barriers or steps to prevent the borders of individual adhesive composition 
portions from mingling thus, rendering the configuration indeterminate. Preferably, applying the 
adhesive composition is accomplished by a method selected from the group consisting of screen 
printing, depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot 
shooting, and combinations thereof Altematively, the step of dispensing the adhesive material 
incldues forming a pattern of dots. 

One preferred way to determine the thixotropic characteristic is by a thixotropic 
index. As used herein, "thixotropic index" is defined as a viscosity measurement taken at a . ^ 
spindle speed of 0.5 rpm divided by a viscosity measurement taken at ^ spindle speed of 5 iprn. 
Viscosity measurements are generally determined by employing a Brookfield Viscometer, for 
example, model HBDV-II, from Brookfield Engineering Lab, Inc., Stoughton, MA, and a CP-51 
spindle under ambient conditions (i.e., room temperature). It will be appreciated that a 
thixotropic index determined for a given composition changes when viscosity measurements are 
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determined at different spindle speeds. Additionally, one composition cannot be directly 
compared to another composition when the thixotropic indices are determined at different spindle 
speeds. While not wishing to be bound by any particular theory, it is believed that this is due, in 
part, to the shear conditions to which a composition is subjected during viscosity measurement 
determination. In general, increasing spindle speed tends to decrease viscosity in a non-linear 
fasHiqnand thus, viscosity plotted against increasing spindle speed generates a unique viscosity 
profile which characterizes that composition. Preferably, an adhesive composition in accordance 
' with the present invention has a thixotropic index from about 4 to about 6 and a viscosity of 

about 40,000 cps at 5 rpm. 

A thixotropic index of an adhesive composition according to the invention may be 
increased by the addition of a thixotropic additive that increases the thixotropic index without 
altering the viscosity and adversely affecting other properties of the adhesive composition, such 
as the cure time, conductivity, stability, etc. Preferably, the thixotropic additive is selected from 
the group of polydimethylsiloxane treated silica, a trialkoxyalkylsilane treated silica, and 
mixtures thereof The silica may either be fumed or frised silica. Examples of commercially 
available thixotropic additives include polydimethylsiloxane treated silica, available under the 
trade designation CAB-O-SIL N70-TS, from Cabot Corporation, Boston, MA; and 
trialkoxyalkylsilane treated silica, available under the trade designation AEROSIL R805, 
available from Degussa Corporation, Ridgefield Park, NJ. 

Optional Additives 

As mentioned above, conventional instant setting adhesive compositions are 
typically not formulated for electronics packaging. According to the present invention, instant 
setting adhesive compositions can be modified to achieve the desired properties and 
characteristics necessary for electronics packaging processes with yaripus optional additives. ^ 
Such optional additives are added to improve the thermal stability, mechanical durability, ^ 
electrical conductivity, dielectric strength, moisture resistivity, or other characteristics of the 
adhesive composition for a particular packaging application. 

Accordingly, an adhesive composition of the present invention preferably includes 
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at least one optional additive selected from the group of a thermal stabilizer, a thickener, a 
plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture stabilizer, a curing 
inhibitor, an adhesion promoter, a storage stabilizer, a colorant (e.g., a pigment or a dye), an 
organic solvent, and mixtures thereof. Regardless of the number of optional additives included 
in an instant setting adhesive composition, the total amount of the optional additive can be about 
85% by weight or less based on the total weight of the adhesive composition, depending upon the 
desired application for the instant setting adhesive compostion. For example, in wafer level LOG 
' applications, the total amount of the optional additive is about 20% by weight or less based on 
the total weight of the adhesive composition. 
1. Thermal Stability 

Preferably, an instant setting adhesive composition suitable for use in 
semiconductor applications has a thermal degradation temperature sufficiently high enough so 
that thermal decomposition of the cured adhesive is inhibited when substrates bonded together 
are in use. More preferably, an instant setting adhesive composition has a thermal degradation 
temperature of about 300°C or more. Also preferably, an instant setting adhesive composition 
has a glass transition temperature of about 180°C or more. 

In order to increase the thermal stability of an instant setting adhesive 
composition, a thermal stabilizer can be added to the adhesive composition. Preferably, the 
thermal stabilizer is a compound selected from the group of an alkyl 2-cyano-2,4-pentadienoate; 
an alkyl 2-cyano-2,4-hexadienoate; an itaconic anhydride (e.g., U.S. Patent No. 3,984,749 to 
Konigm); a maleic anhydride (e.g., U.S. Patent No. 3,832,334 to O'Sullivan, et al.); a substituted 
napthasultone (e.g., U.S. Patent No. 5,424,343 to Attarwala); a di-a-cyanopentadienoate 
disiloxane (e.g., U.S. Patent No. 5,386,047 to Nakes et al.); a sulfiir-containing compound such 
as a sulfoxide, a sulfonate, a sulfmate, etc. (e.g., U.S. Patent No. 5,328,944 to Attarwala et al.), ^ 
an aromatic compound substituted with at least three electron withdrawing groups (e.g., U.S^ ^ 
Patent No. 5,288,794 to Attarwala); a bifiinctional monomer (e.g., a (meth)acrylic acid ester, an 
aliphatic polyol, an aromatic polyol, to name a few); an unsaturated ester of 2-cyanoacrylic acid 
(e.g., U.S. Patent No. 3,142,698 to Benjamin et al., and U.S. Patent No. 3,825,580 to Kato et 
al.); and mixtures thereof Other thermal stabilizers can optionally be added to increase the 
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thermal degradation temperature, glass transition temperature or both and can be selected from 
the group of Si02, AI2O3, AIN, Ag, Ni, Fe, and mixtures thereof. 

An instant setting adhesive composition according to the invention is also suitable 
for use for attachment of heat sinks or as a heat sink itself. In these situations, it is desirable that 
the instant setting adhesive composition, a particularly preferred thermally conductive filler is 
silica coated aluminum nitride such as that commercially available under the trade designation 
SCAN, from Dow Chemical, Midland MI, and boron nitride, which is readily commercially 
^ available from a variety of sources. 
2. Mechanical Durability 

Mechanical durability of an instant setting adhesive composition may be 
improved by including a thickener, a plasticizer, and a toughener in an instant setting adhesive 
composition according to the invention. A thickener may be added to increase viscosity of an 
instant setting adhesive composition. For example, a thickener is particularly desirable to 
include in an instant setting adhesive composition including a cyanoacrylate adhesive component 
because this type of adhesive composition typically has a viscosity of only about 10 to about 100 
centipoises. However, a higher thixotropic index and a higher viscosity are desired for certain 
dispensing techniques, such as screen printing. Preferred thickeners are polymeric additives 
including, but not limited to, poly(methyl) methacrylate, methacrylate-type copolymers, acrylic 
rubbers, cellulose derivatives, polyvinyl acetate, and poly((X-cyanoacrylate). 

A plasticizer may be added to an instant setting adhesive composition in 
accordance with the present invention. The addition of a plasticizer is preferably included when 
it is desired to improve the aging characteristics of the adhesive composition after it is cured to 
decrease the brittleness. A plasticizer is preferably selected from the group of monoftmctional 
and difiinctional aliphatic esters of acids containing from 1 to about 10 carbon atoms. Examples 
of such plasticizers include dimethyl octyl sebacate and esters of malonic acid, diftinctional^ 
aromatic esters, phosphates and phosphonates, - 

A toughener may also be added to an adhesive composition. Typically, 
tougheners are polymeric additives and, are more preferably, selected from the group of acrylic 
elastomers, acrylonitrile copolymer elastomers, fluoro elastomers, and mixtures thereof. If used 
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in sufficient amount, these polymeric additives may also serve as a thickener. 

Mechanical strength may also be improved by including SiOj and SiC in an 
instant setting adhesive composition of the invention. 

3. Electrical Conductivity 

Electrical conductivity may be improved by including a conductive filler in an 
"instant setting adhesive composition according to the invention. Examples of conductive fillers 

include Ag, Ni, and Pd. An electrically conductive filled instant setting adhesive composition is 
' typically required for applications such as for interconnect device backside conductivity or for 

wire bond monitoring system (WBMS). 

4. Dielectric Property 

Because an instant setting adhesive composition according to the invention is 
suitable for attachment of a die to a leadframe, for example, it is desirable that the instant setting 
adhesive composition possess a dielectric constant of about 4 or less. Additionally, an instant 
setting adhesive composition is also suitable for use as an encapsulant. Dielectric strength may 
be increased by including SiOj or fluorinated polyimide in an instant setting adhesive 
composition according to the invention. 

5. Moisture Resistivity 

When desirable, a moisture stabilizer may be added to an instant settmg adhesive 
composition according to the invention to improve adhesion function in increased humidity. 
This is particularly desirable when the ambient atmosphere has a high moisture content because 
instant setting adhesive compositions including a cyanoacrylate adhesive component tend to 
easily cure anionically in the presence of trace amounts of moisture. One preferred moisture 
stabilizer that can be added to an instant setting adhesive composition is an ester, wherein an 
alcohol residue of the ester contains a dipentaerythritol residue and an acid residue of the ester is 
an acrylic acid residue or a methacrylic acid residue, for example, as described in U.S. Patent No 
5,536,799 (Takahashi et al.). Another preferred moisture stabilizer that can be added to an- 
instant cure adhesive composition is a monomeric fluorinated ether of 
dimethylvinylethynylcarbinol, such as that described in U.S. Patent No. 4,167,546 (Korshak, et 
al.). 
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6. Adhesive Stabilization 

Other characteristics that may be altered are the adhesion of the substrates and the 
rate of cure. Thus, optional additives can further include an adhesion promoter and a storage 
stabilizer. 

An adhesion promoter can either be added to an instant setting adhesive 
composition according to the invention or it can be applied to the surface of the substrate to be 
adhered prior to the application of the instant setting adhesive composition. For example, an 
adhesion promoter can be applied a surface of the die 10 or a surface of the mounting paddles 12 
to accelerate curing of the adhesive layer 20 (Figure IB). Suitable adhesion promoters include 
deionized (DI) water; 3,4,5-trihydroxybenzoic acid and esters thereof (e.g., U.S. Patent No. 
4,139,693 to Schoenberg); and a quaternary ammonium compound having nitrogen bonded 
pendant CrC22 alkyl or hydroxyalkyl groups, such as those described in U.S. Patent No. 
5,079,098 (Liu). 

Storage (or adhesive) stabilizers may also be used to stop polymerization at a 
desired thickness, at a gap between the bonded surfaces, or during storage of bulk instant setting 
adhesive compositions. Suitable adhesive stabilizers are generally either anionic polymerization 
inhibitors or free radical inhibitors. Suitable anionic polymerization inhibitors typically have a 
pKa of about 4 or less and are usually acids, or anhydrides thereof Examples of useful anionic 
polymerization inhibitors include sulfur dioxide, nitric acid, hydrogen fluoride, hydrochloric 
acid, sulfuric acid, phosphoric acid, sulfonic acid, carboxylic acid, acetic acid, carboxylic acid 
anhydrides, phosphoric acid anhydrides, sultones, acid chlorides, and the like. 

Suitable free radical inhibitors include phenolic compounds such as quinone, 
hydroquinone, t-butyl catechol, p-methoxyl-penol, and the like. 

7. Other Optional Additives 

Other optional additives that may be included in the adhesive composition o( the 
present invention include a colorant (e.g., a pigment or a dye) as is known in the art. ' ^ 

Packaging Applications 

Referring to Figures 1-2, packaging using a leadframe having mounting paddles is 
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described. In this packaging method, an instant setting adhesive composition is applied in-line, 
as described below. A semiconductor die 10 is shown attached to a leadframe 14 in accordance 
with the present invention. As previously described, the leadframe is typically adapted to mount 
a plurality of dice. A semiconductor die 10 includes a pattern of bond pads 18 in electrical 
communication with the integrated circuits of the die 10. The leadframe 14 comprises a 
conventionally formed metal leadframe having mounting paddles 12 and paddle support bars 13. 
In addition, the leadframe 14 includes an arrangement of lead fingers 16. Wires 15 are bonded to 
the bond pads 18 on the die 10 and to bonding sites on the lead fingers 16 to form separate 
electrical paths therebetween. 

Figure IB illustrates a semiconductor package 17 after smgulation from the 
leadframe 14. As shown in Figure IB, the package 17 includes the die 10, which has been 
attached to the mounting paddle 12 using a cured adhesive layer 20. Further details of the 
attachment process will be hereinafter described. The semiconductor package 17 also includes a 
plastic encapsulant 19 which encapsulates the die 10 and portions of the lead fingers 16 A. Leads 
16A for the package 17 comprise trimmed and formed portions of the lead fingers 16 
(Figure 1 A). Additionally, the semiconductor package 17 may mclude a heat sink for dissipating 
heat generated in the device during operation. A heat sink 3 1 a may be included within the 
encapsulant 19 in close proximity to the die 10. Altematively, a heat sink 31b may be included 
on a surface of the encapsulant 19. 

Preferably, the method of the invention is practiced using an instant setting 
adhesive composition including an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic acrylic adhesive, and mixtures thereof, as described above. 
The adhesive composition can be applied by any suitable in-line applying mechanism including 
screen printing, syringe applying, stenciling, dip coating, spraying, and dot shooting 
mechanisms. A total volume of the adhesive composition applied to the leadframe 12 (or to the 
die 10) is dependent on the size of the die 10 and a desired thickness of the adhesive layer 20 - 
(Figure IB). A representative total volume of adhesive composition for a 4,4 mm x 9.4 mm die 
is preferably from about 0.0025 grams to about 0.001 1 grams. The resultant adhesive layer 20 
(Figure IB) preferably has a thickness from about 0.25 mils to about 2 mils. 
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Preferably, immediately subsequent to applying the instant setting adhesive 
composition on the mounting paddles 12 (or alternately on the die 10), the die 10 can be placed 
in contact with the adhesive composition. The applying and placing steps can be performed 
using a system 22, which is shown schematically in Figure 3. This illustrative system 22 can 
5 include components of a conventional die attach machine configured for polymer bonding of die 
to leadframes. One suitable die attach machine is manufactured by ESC Manufacturing 
Company of Ivy Land, Pennsylvania, and is designated a Model No. 9200. It will be recognized 
^ by one skilled in the art that alternate system configurations may be used to carry out the 
processes described herein. 
10 The system 22 can include a leadframe feed mechanism 42 for manipulating the 

leadframes 14, and a vacuum tool 44 for manipulating the die 10. In addition, the system 22 can 
\:l include a applying mechanism 46 for applying a desired volume of instant setting adhesive 
}"-^ composition to the mounting paddles 12 (Figure lA) of the leadframes 14. 
i:[ The system 22 can also include an optical alignment device 48 for aligning the die 

" 15 10 to the mounting paddles 12. Still further, the system 22 can include a die support platform 50 
, for placing the die 10 in contact with the mounting paddles 12 with a required pressure. 

Preferably, this pressure can be in the range of 75 to 100 gm/die. The pressure is generally 
t J applied in conjunction with heat. According to the present invention, a bonding temperature is 

;; ^ 

tj preferably about 200 °C or less. This bonding temperature is somewhat less that what is applied 
20 when conventional thermoplastic adhesive compositions are used. Conventional thermoplastic 
adhesive compositions typically utilize a bonding temperature of about 300°C or more. 

Curing or polymerizing the instant setting adhesive composition initiates when the 
die 10 is placed in contact with the instant setting adhesive composition on the mounting paddles 
12. With the adhesive sandwiched between the die 10 and mounting paddles 12, a small amount 
25 of moisture contained on the mounting paddles 12 at the bonding temperature is generally 
sufficient to initiate anionic polymerization of the instant setting adhesive to form the cured 
adhesive layer 20 (Figure IB). Curing of the instant setting adhesive composition is preferably 
completed in a period of time from about 1 second or less. In this manner, the semiconductor die 
10 can be bonded to leadframe 14 without heating the die 10 or leadframe 14. The adhesive 
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layer 20 (Figure IB) formed in this manner is sufficiently strong to withstand conditions to 
which die will be exposed to during use in electronic equipment. 

Additionally, an instant setting adhesive composition of the present invention may 
be used to attach the heat sink 3 1 a or 3 1 b or it may form the heat sink itself. In either instance, it 
is preferable that the instant setting adhesive composition possess suitable thermal stability 
characteristics, as described above. The system 22 (Figure 3) may include a mechanism for 
applying the instant setting adhesive composition prior to application of the heat sink or to form 
^ the heat sink, as desired. 

Referring to Figures 4 and 5, another packaging application using an instant 
setting adhesive composition applied in-line is described. A lead-on-chip (LOC) die 1 1 0 and a 
lead-on-chip (LOC) leadframe 1 12 are shown. The LOC die 1 10 is thin, flat, and generally 
rectangular in shape and includes a die face 1 14, or active side, wherein the integrated circuitry is 
• formed. A plurality of die wire bonding pads 1 16 are formed across the center and side edges of 
the die 110 in electrical contact with the integrated circuitry of the die 110. 

The leadframe 1 12 is formed from metal sheet and includes side rails 118, 120 
formed with indexing holes 122. The indexing holes 122 facilitate transport and indexing of the 
leadframe 1 12 by automated packaging machinery. The leadframe 112 also includes sidebars 
124, 126 (or dambars) for increased rigidity and to limit the flow of encapsulating material 
during the encapsulation process. The side rails 1 18, 120 and sidebars 124, 126 are trimmed 
away during a trim and form operation. 

Furthermore, the leadframe 1 12 includes a plurality of generally parallel and 
spaced lead fingers 128. During the packaging process, the die 1 10 is attached to at least a 
portion of the lead fingers 128. Attachment is accomplished using an instant setting adhesive 
composition as described herein. The instant setting adhesive composition may be applied to . . ^ 
portions of the leadfingers 128 or to portions of a face of the die 1 10 resulting in a cured layer^ 
between the portions of the die 110 and portions of the lead fingers 128. ' ^ 

The lead fingers 128. are connected to thin bond wires 130 (Fig. i), which also 
connect to the wire bond pads 116. The lead fingers 128 thus function to electrically connect the 
integrated circuitry of the LOC die 1 10 to external circuitry (e.g., a printed circuit board). In 
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addition, the lead fingers 128 function to support the LOG die 110 during the packaging process 
and to facilitate heat transfer from the LOG die 110. The leadframe 1 12 also includes bus bars 
132 for making multiple connections to the wire bond pads 1 16. 

Referring to Fig. 5, the packaged LOG die 1 10 or semiconductor package (or 
5 module) 134 is shown. The semiconductor package 134 includes an encapsulating material 136 
which encapsulates the chip 1 10 and all but a terminal portion 138 of the lead fingers 128. Kinks 
140 in the lead fingers 128 help to strengthen the assembly. The encapsulating material 136 may 
^ be formed from an instant setting adhesive composition, as described above. The LOG die 1 10 is 
located in the center of the package 134 with the wire bond pads 1 16 of the die 1 10 connected to 
10 the thin bond wires 130, which in turn connect to the lead fingers 128. Portions of the lead 

fingers 128 are attached to the front side 1 14 of the die 1 10, or to an alpha barrier (not shown) 
attached to the die 1 10 using an instant setting adhesive composition. Prior to encapsulation, the 
J lead fingers 128 provide the only physical connection between the leadframe 1 12 and the LOG 
1-^ die 110. In a lead-under-chip (LUC) device, packaging may be accomplished by applying an 
f 1^' instant setting adhesive composition in-line to at least portions of a back side of the die or to 
^ ^ portions of the lead fingers to which the die is attached. 

r J Referring now to Figs. 6 - 12, a semiconductor wafer 142 including an instant 

: setting adhesive composition 146 dispensed thereon and packages resulting therefrom, in 
' i accordance with the invention are described. The wafer 142 is manufactured for producing a 
21)1 plurality of dice 144 using various techniques which are known in the art. In accordance with the 
method of the invention, a first side of the wafer 142, shown as a front side 150 of the wafer 142, 
is coated with an instant setting adhesive composition 146. Deposition of the adhesive 
composition 146 may, for example, follow the deposition of a final insulating/passivating layer 
on the wafer 142. Alternately, as shown in Figure lOB, the back side 151 of the wafer 142 may" 
25 also be coated with an instant setting adhesive composition 146 for lead-under-chip (LUC) ^die^ 
bonding, conventional die bonding, or as an adhesive interface for chip stacking. * ^ 

The present invention includes applying an instant setting adhesive composition 
on at least a portion of a wafer, singulating dice from the wafer, and attaching a die to at least a 
portion of a leadframe. Further, the instant setting adhesive composition is applied on a first 
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surface of a semiconductor wafer in a configuration wherein a plurality of portions having the 
instant setting adhesive composition dispensed thereon are separated by zones that are essentially 
free of the instant setting adhesive composition. The first surface of the wafer on which the 
instant setting adhesive composition is dispensed can be a front side of the wafer for attaching 
lead-on-chip (LOG) dice to a leadframe, or it can be a back side of the wafer for attaching lead- 
under-chip (LUC) dice to a leadframe (or a mounting paddle) or for chip stacking. 

An instant setting composition 146 is preferably dispensed on the wafer 142 (and 
^ die 1 44) with a thickness of between about 8 //m to about 200 fcm. The instant setting adhesive 
composition 146 may be applied to the wafer 142 in a pattern by any suitable deposition method. 
Preferable application methods are selected from the group of screen printing, deposition and 
patterning, syringe applying, stenciling, dip coating, spraying, dot shooting, and combinations 
thereof. 

One preferred method is a screen printing process. A screen printing process is 
similar to a silk screening process used for printing T-shirts and artwork. Such a process is 
shown schematically in Fig. 1 1 A. With a screen printing process, the wafer 142 is coated with 
an instant setting adhesive composition 146 dispensed from a nozzle 172. A patterned screen 
166 is situated between the wafer 142 and the nozzle 172 to provide the desired pattern. In 
addition, a dockering roller 168 (or blade), movably mounted for motion across the screen 166, 
as indicated by arrow 170, can be used to aid in the distribution of the adhesive. 

Another preferred method is a stenciling process. A stenciling process is shown 
schematically in Fig. 1 IB. In a stenciling process, a stencil 167 is placed over the desired surface 
to be coated with the instant setting adhesive composition. The stencil 167 is typically a rigid 
structure having a pattern therein and can be formed from a variety of conventional materials that 
do not chemically react with screen printing paste. The pattern included in the stencil 1 67 
includes a plurality of apertures 177 separated by solid portions (not labeled) of the stencjU, ^ 
wherein the plurality of apertures correspond to the desired location for dispensing the instant - ^ 
setting adhesive composition on the die 144. A quantity of the instant setting adhesive 
composition 146' is dispensed on a solid portion of the stencil 167, although the exact amount of 
the instant setting adhesive composition is not critical. A flexible blade 175 is positioned near 
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the quantity of the instant setting adhesive composition 146*. The flexible blade 175 moves in 
one direction, shown for example as arrow A so as to pull the quantity of the instant setting 
adhesive composition against the stencil. Thus, it is similar in operation to that of a squeegee. 
As the flexible blade 1 75 is drawn over the surface of the stencil 1 67, a portion of the instant 
5 setting adhesive composition 146' falls through the plurality of apertures 177 to form a layer of 
instant setting adhesive composition 146 in the discrete pattern corresponding to the plurality of 
apertures 177 in the stencil 167. Accordingly, because the instant setting adhesive composition 
^ can be applied at room temperature and sets to form a discrete pattern, stenciling is an 
advantageous method of application because special heating equipment is not required to apply 
1 0 the instant setting adhesive composition. 

Furthermore, an instant setting adhesive composition could be deposited and 

I'j. 

pattemed using a resist pattern with a solvent. This is sometimes referred to as a resist etch back. 
L;i In general, such a resist etch back would involve patteming the adhesive composition with a 
; pattemed resist layer and then removing the resist with a suitable solvent, leaving the pattemed 
A § instant setting adhesive composition. 

,= Following or during the adhesive deposition process, the adhesive composition 

Ivi 146 is pattemed such that streets (or zones) 152 are formed between the individual dice 144, such 
::.{ as by the methods described above. This is particularly useful for singulating the dice 144, e.g. 
:LJ saw cutting the dice. Preferably, these zones 152 are substantially free of adhesive 146, as shown 
20^ in Figures 6 and 7. These streets 152 are also variously known in the art as scribe lines, saw 
lines, or avenues. With the streets 152 free of adhesive, the efficiency of the saw cutting 
procedure is unaffected by the adhesive layer 146. It is to be understood, however, that the 
invention can be practiced with adhesive located in the streets 152. 

With respect to LOG packaging processes as shown at least in part in Figures 8- - ^ 
25 1 OA, in addition to the streets 1 52 preferably being essentially free of adhesive, the adhesive , 
layer 146 is pattemed such that the bond pads 154 (Fig. 8) for the dice 144 are also free of ^ 
adhesive. As shown in Figure 8, this may be accomplished by patteming a substantially adhesive 
free area 156 around the bond pads 154. This may also be accomplished by a finer patteming of 
the adhesive layer 146 such that rather than having wide adhesive free areas, only the bond pads 
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154 are clear of adhesive (not shown). 

With each die 144 coated with an instant setting adhesive composition 146, as 
shown in Figs. 8 and 9, the lead fingers 158, 160 of a leadfirame can be attached to the die 144 by 
the application of heat and pressure, as indicated by pressure arrow 180, 182, in Fig. lOA. 
Pressure may be applied by a suitable technique such as a movable arm pressing the assembly 
against a stationary platen. Under the effect of heat and pressure, the adhesive composition 146 
is in effect sandwiched between the lead fingers 158, 160 and the die 144 to form an adhesive 
^ bond or layer therebetween. This firmly attaches the die 144 to the lead fingers 158, 160 for the 
subsequent encapsulation process. 

As shown in Fig. 1 OB, the die 144 includes bond pads 154 on one surface 
(typically the face surface). A back surface 151 is attached to lead fingers 158 with an instant 
setting adhesive composition 146. As described with respect to Fig. lOA, the lead fingers 158, 
160 of a leadframe can be attached to the back surface 151 of the die 144 by the application of 
heat and pressure, as indicated by pressure arrow 180, 182. Again, under the effect of heat and 
pressure, the adhesive composition 146 is sandwiched between the lead fingers 158, 160 and the 
back surface 151 of the die 144 to form an adhesive bond or layer therebetween. This firmly 
attaches the die 144 to the lead fingers 158, 160 for the subsequent encapsulation process. 

In forming a bond between any of the substrates described above with the instant 
setting adhesive composition as described herein, the pressure that is applied is typically about 5 
kg of applied force. Heat is also applied at a temperature of about 200 ""C or less. Typically, a 
bond forms in about 1 second or less. 

Following attachment of the die 144 and lead fingers 158, 160, fine bond wires 
1 62, 164 can then be attached to the bond pads 1 54 of the die 144 and to the lead fingers 158, 
160 during a wire bonding process. Additionally, any other electrical connecting processes may 
be used for connection of bond pads to lead fingers. For example, TAB bonding may be used as 
opposed to wire bonding. 

After wire bonding, an encapsulation process is performed to complete the 
semiconductor package. An instant setting adhesive may be used to encapsulate the die. The 
result is a package substantially similar to the package described with reference to Figs. 4-5. 

25 



Further, a step of attaching a heat sink (not shown) can be included in a method in accordance 
with the invention, such as described with reference to Fig. IB. In one embodiment, attaching a 
heat sink generally includes applying an instant setting adhesive composition on at least one 
surface of the die either prior to or after singulation from the wafer and attaching a heat sink 
thereto. In an alternative embodiment, attaching a heat sink generally includes applying an 
insfant'setting adhesive composition on at least one surface of the packaged die or encapsulated 
package, i.e., the instant setting adhesive composition functions as the heat sink. In either 
' embodiment, the instant setting adhesive composition is thermally conductive. In these 
applications, the instant setting adhesive composition preferably contains a conductive filler, 
more preferably a thermally conductive filler, as described above. The heat sink dissipates heat 
generated when the electronic package is in operation. 

In addition to forming an adhesive layer 147 for attaching the die 144 to the lead 
fingers 158, 160 or a leadframe, an instant setting adhesive composition 146 can also be 
formulated to fionction as an additional passivating/insulating layer for the wafer 142 and the die 
144. As an example, the instant setting adhesive composition 146 may be formulated to provide 
complete coverage of the die 144 similar to a die coat for BTMS (bottom to top metal shorts and 
thin film crack) protection. The instant setting adhesive composition 146 may also be formulated 
in some applications to function as an alpha barrier. In general, alpha barriers preferably have a 
melting temperature in excess of 175° C and do not contain ionizable species such as halides and 
active metals. 

In a further packaging process, an instant setting adhesive composition 174 is 
applied directly to the lead fingers 176 of a leadframe 178 instead of to the front side of the wafer 
or die, as previously described. The adhesive composition 174 may be deposited in a pattem that 
matches the placement of the lead fingers on the die (e.g., just the ends of the lead fingers 176).. ^ 
As an example, the adhesive composition 174 can be dispensed on the lead fingers 176 using a 
spray on applying system similar to the screen printing process shown in Fig. 12. In addition, an 
electrostatic charge can be utilized to aid in the distribution of the adhesive composition on the 
lead fingers 176. This can be accomplished by charging an instant setting adhesive composition 
and influencing its deposition pattem on the lead fingers 174 using suitably located charge plates. 
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Further applications will be recognized by those with skill in the art. For 
example, an instant setting adhesive composition may be used in leadless chip caniers, surface 
mount carriers, and chip on board modules. 

Example 1 

An instant setting adhesive composition including a cyanoacrylate adhesive 
' monomer commercially available from Loctite Corporation, Rocky Hill, Connecticut, under the 
trade designation "416," was applied as a pattern of dots to the mounting paddle of a copper 
leadframe, A total volume of the adhesive monomer was about 0.005 grams. A semiconductor 
die having a 3 mm x 5.6 mm footprint was manually positioned upon the mounting paddle. 
Curing occurred within about 10 seconds to form an adhesive layer about 0.2 mils thick. The 
adhesion force of the resulting bond was measured to be about L7 kg. Application and curing of 
the adhesive was performed at a room temperature of between about 20° C to 30° C. 

Example 2 

A plurality of semiconductor die having a footprint of 3 mm x 5.6 mm were 
secured to separate mounting paddles of a copper alloy leadframe using a Model No. 9200 die 
attacher from ESC Manufacturing Company, Warrington, Pennsylvania. Different cyanoacrylate 
adhesive monomers sold by Loctite Corporation, Rocky Hill, Connecticut, under the trade 
designations "410" and "416," were applied and cured at a room temperature of from 20° C to 
30° C. A total volume of adhesive was about 0.005 grams applied in various dot patterns to 
form adhesive layers about 0.2 mils thick. Both adhesives were found to cure in seconds with a 
bonding force of about 1 .7 kg/die. 

All patents, patent documents, and publications cited herein are incorporated by 
reference as if each were individually incorporated by reference. Various modifications and 
alterations of this invention will be apparent to those skilled in the art without departing from the 
scope and spirit of this invention, and it should be understood that this invention is not limited to 
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the illustrative embodiments set forth herein. 
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WHAT IS CLAIMED IS: 



1 . A method for applying an adhesive to a wafer comprising: 
providing a wafer having a surface; and 

applying .an instant setting adhesive composition on the sxirface of the wafer in a 
configuration wherein a plurality of portions of the surface have the instant setting adhesive 
composition applied thereon, and further wherein one or more zones of the surfacet are 
essentially free of the instant setting adhesive composition. 

2. The method of claim 1 further comprising singulating the wafer to form at 
least one die having the instant setting adhesive composition on at least a portion thereof. 

3 . The method of claim 2 wherein the zones comprise singulation streets. 

4. The method of claim 1 wherein the zones comprise regions having 
exposed bond pads. 

5. The method of claim 1 wherein applying the instant setting adhesive 
composition to the surface of the wafer comprises a technique selected from the group of screen 
printing, depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot 
shooting, and combinations thereof. 

6. The method of claim 1 wherein the instant setting adhesive comprises aii 
adhesive component selected from the group of a cyanoacrylate adhesive, an anaerobic acr5^1ic" 
adhesive, and mixtures thereof, 

7. The method of claim 1 further comprising applying an adhesion promoter 
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to the surface of the wafer prior to applying the instant setting adhesive composition. 

8. The method of claim 1 wherein the instant setting adhesive composition 
. comprises at least one optional additive selected from the group of a thermal stabilizer, a 

thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture 
stabiliser, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant, and an 
organic solvent. 

9. The method of claim 1 wherein the instant setting adhesive composition 
comprises a cyanoacrylic adhesive component comprising a monomer of the formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

wherein R is selected from the group of a Ci.6 alkyl, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 

1 0. The method of claim 8 wherein R is selected from the group of a methyl 
group, an ethyl group, an n-propyl group, an isopropyl group, an n-butyl group, an isobutyl 
group, a pentyl group, a hexyl group, an allyl group, a methallyl group, a crotyl group, a 
propargyl group, a cyclohexyl group, a benzyl group, a phenyl group, a cresyl group, a 2- 
chlorobutyl group, a trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl group and 
2-ethoxyethyl group, 

11. A method for applying an adhesive to a wafer comprising: 
providing a wafer having a surface; , - * ■ 
applying an instant setting adhesive composition on the surface of the wafer in a 
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configuration wherein a plurality of portions of the surface have the instant setting adhesive 
composition dispensed thereon and one or more zones that are essentially free of the instant 
setting adhesive composition, wherein the instant setting adhesive composition has a thixotropic 
index from about 4 to about 6, 

12. The method of claim 1 1 wherein applying the instant setting adhesive 
composition comprises one of stenciling and screen printing. 

13. The method of claim 1 1 wherein the instant setting adhesive comprises an 
adhesive component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic 
adhesive, and mixtures thereof 

14. The method of claim 1 1 wherein the one or more zones include 
singulation streets and regions having exposed bond pads and further comprising singulating the 
wafer along the singulation streets to form at least one die having the instant setting adhesive 
coated on at least a portion thereof. 

15. An instant setting adhesive composition comprising: 

an adhesive component selected from the group of a cyanoacrylate adhesive, an 
anaerobic acrylic adhesive, and mixtures thereof; and 

at least one optional additive selected from the group of a thermal stabilizer, a 
thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture 
stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant, and an 
organic solvent; v ^ 

wherein the instant setting adhesive composition has a thixotropic index "^from 
about 4 to about 6, - ' - - 
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16. The instant setting adhesive composition of claim 15 wherein the instant 
setting adhesive composition has a thermal degradation temperature of about 300 or more. 

1 7. The instant setting adhesive composition of claim 1 5 v^herein the 
cyanpacrylic adhesive component comprises a monomer of the formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

wherein R is selected from the group of a C^.^ alkyl, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 

18. The instant setting adhesive composition of claim 17 wherein R is selected 
from the group of a methyl group, an ethyl group, an n-propyl group, an isopropyl group, an n- 
butyl group, an isobutyl group, a pentyl group, a hexyl group, an allyl group, a methallyl group, a 
crotyl group, a propargyl group, a cyclohexyl group, a benzyl group, a phenyl group, a cresyl 
group, a 2-chlorobutyl group, a trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl 
group and a 2-ethoxyethyl group. 



19. An instant setting adhesive composition comprising: 
a cyanoacrylate adhesive component comprising a monomer of the formula: 

COOR 

/ 

CH2 - c 

\ 

CN / ^ - 

wherein R is selected from the group of a C|.6 alkyl, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group; and 
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at least one optional additive selected from the group of a thermal stabilizer, a 
thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture 
stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant, and an 
. organic solvent; 

• \ ' wherein the instant setting adhesive composition has a thixotropic index from 

about 4 to about 6, 

20 . The instant setting adhesive composition of claim 1 9 wherein the instant 
setting adhesive composition has a thermal degradation temperature of about 300°C or more. 

:; f 2 1 . The instant setting adhesive composition of claim 1 9 wherein R is selected 

^om the group of a methyl group, an ethyl group, an n-propyl group, an isopropyl group, an n- 
ii^utyl group, an isobutyl group, a pentyl group, a hexyl group, an allyl group, a methallyl group, a 
Lcrotyl group, a propargyl group, a cyclohexyl group, a benzyl group, a phenyl group, a cresyl 
^ group, a 2-chlorobutyl group, a trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl 
^|roup and a 2-ethoxyethyl group. 

22. A method for use in packaging a die comprising: 
providing a die; 

providing a leadframe; and 

using an instant setting adhesive composition to attach the one or more dice to a 
portion of the leadframe, wherein the instant setting adhesive composition comprises an adhesive 
component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive; 
and mixtures thereof and further wherein the instant setting adhesive composition has a ^ ^ 
thixotropic index from about 4 to about 6. 

23 . The method of claim 22 wherein the die includes the instant setting 
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adhesive composition applied thereon. 



. 24. The method of claim 22 wherein the leadjframe includes the instant setting 

. adhesive composition applied on at least a portion thereof. 



25. The method of claim 24 wherein the die includes the instant setting 
adhesive composition applied on a back surface of the die. 

26. The method of claim 25 wherein the die includes the instant setting 
adhesive composition applied on at least a portion of a face surface of the die. 

27. The method of claim 26 wherein the face surface of the die comprises 
exposed die bond pads. 

28. The method of claim 22 further comprising using an instant setting 
adhesive composition comprising a conductive filler to form a heat sink; and attaching the heat 
sink to a portion of the die or the leadframe. 

29. The method of claim 28 wherein the method further comprises assembling 
a package including the die and the leadframe, wherein the heat sink is attached to the package. 

30. The method of claim 22 wherein the method further comprises applying an 
encapsulant on portions of the die attached to the leadframe, wherein the encapsulant comprises* 
an instant setting adhesive composition. ' v 

3 1 . The method of claim 22 wherein the step of using the instant setting - 
adhesive composition comprises attaching a plurality of lead fingers of the leadframe to the die. 



34 



wherein the lead fingers include the instant setting adhesive composition applied on at least a 
portion thereof 

32. The method of claim 22 wherein the step of using the instant setting 
adliesive composition comprises attaching the die to a mounting paddle, wherein the mounting 
paddlo, includes the instant setting adhesive composition applied on at least a portion thereof. 

33. The method of claim 22 wherein the step of using the instant setting 
adhesive composition comprises using a technique selected from the group of screen printing, 
depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot shooting, and 
combinations thereof to apply the instant setting adhesive composition. 

34. A method for use in packaging a die comprising: 
providing a die; 

providing a leadframe; and 

using an instant setting adhesive composition to attach the one or more dice to a 
portion of the leadframe under pressure and a temperature of about 200 °C or less. 

35. The method of claim 34 wherein the die includes the instant setting 
adhesive composition applied thereon. 

36. The method of claim 34 wherein the leadframe includes the instant setting 
adhesive composition applied on at least a portion thereof. 

37. The method of claim 36 wherein the die includes the instant setting 
adhesive coraposition applied on a back surface of the die. - ' - - 
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38. The method of claim 34 wherein the die includes the instant setting 
adhesive composition applied on at least a portion of a face surface of the die. 

39. The method of claim 38 wherein the face surface of the die comprises 
exposed die bond pads. 

40. The method of claim 34 further comprising using an instant setting 
adhesive composition comprising a conductive filler to form a heat sink; and attaching the heat 
sink to a portion of the die or the leadframe. 

41 . The method of claim 40 wherein the method further comprises assembling 
a package including the die and the leadframe, wherein the heat sink is attached to the package, 

42. The method of claim 34 wherein the method further comprises applying an 
encapsulant on portions of the die attached to the leadframe, wherein the encapsulant comprises 
an instant setting adhesive composition. 

43. The method of claim 34 wherein the step of using the instant setting 
adhesive composition comprises attaching a plurality of lead fingers of the leadframe to the die, 
wherein the lead fingers include the instant setting adhesive composition applied on at least a 
portion thereof. 

44. The method of claim 34 wherein the step of using the instant setting - * 
adhesive composition comprises attaching the die to a mounting paddle, wherein the mounting 
paddle includes the instant setting adhesive composition applied on at least a portion thereof ; 

45. The method of claim 34 wherein the step of using the instant setting 
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adhesive composition comprises using a technique selected from the group of screen printing, 
depositing and patterning, syringe applying, stenciling, dip coating, spraying, dot shooting, and 
combinations thereof to apply the instant setting adhesive composition. 

, *^ > 46. A method for attaching a semiconductor die to a leadframe comprising: 

providing an instant setting adhesive composition including an adhesive 
component selected from the group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive, 
and mixtures thereof; 

applying the instant setting adhesive composition on at least a portion of a wafer 
including a pluraHty of dice; and 

singulating dice from the wafer; and 

attaching a die having the instant setting adhesive composition applied on at least 
a portion thereof to a portion of a leadframe. 

47. The method of claim 46 wherein the portion of the leadframe comprises a 
mounting paddle and the surface of the wafer comprises a back surface of the wafer. 

48. The method of claim 46 wherein applying the instant setting adhesive 
composition comprises applying the instant setting adhesive composition in a pattern on the 
wafer, the pattern including the instant setting adhesive composition on regions of the wafer such 
that singulation streets and bond pads being essentially free of the instant setting adhesive 
composition. 

49. The method of claim 46 wherein attaching the die on a portion of the ^ ^ 
leadframe comprises the steps of: ^ ' „ - 

positioning a portion of the die having the instant setting adhesive composition 
thereon adjacent to the portion of the leadframe; and 
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applying pressure at an elevated temperature to attach the die to the leadframe. 

- f 50. The method of claim 49 wherein the elevated temperature is about 200 "^C 

- or less. 

> 

51. The method of claim 46 wherein the portion of the leadframe comprises 
one or more lead fingers of a lead on chip leadframe and the surface of the wafer comprises a 
face surface of the wafer. 

52. The method of claim 46 wherein the portion of the leadframe comprises 
one or more lead fingers and the surface of the wafer comprises a back surface of the wafer. 

53. A method for attaching a semiconductor die to a leadframe: 
dispensing an instant setting adhesive composition on the leadframe, the instant 

setting adhesive composition comprising an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic acrylic adhesive, and mixtures thereof; 

placing the die in contact with the instant setting adhesive composition; and 
forming a bond between the die and the leadframe with the instant setting 
adhesive composition. 

54. The method of claim 53 fiirther comprising applying a catalyst to the 
leadframe, die or to the instant setting adhesive composition prior to forming the bond between 
the die and the leadframe. 

55. The method of claim 53 wherein the leadframe includes a mounting ' 

paddle. 
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56. The method of claim 53 wherein the leadframe comprises a lead-on-chip 

leadframe. 



57. A method for attaching a semiconductor die to a leadframe: 
, providing the leadframe with a mounting paddle; 

<iispensmg an instant setting adhesive composition on the mounting paddle; 
placing a die in contact with the instant settmg adhesive composition; and 
applying pressure at a temperature of about 200 "C or less to bond the die to the 
leadframe with the instant setting adhesive composition. 

58. The method of claim 57 wherein the instant setting adhesive composition 
comprises a cyanoacrylate adhesive component with a formula: 

COOR 

/ 

CH2=C 

\ 

CN 

wherein R is selected from the group of a C,^ alkyi, a cycloalkyl, an alkenyl, an alkynyl, 
a cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 

59. The method of claim 57 wherein the dispensing step comprises a method 
selected from the group consisting of screen printing, depositing and patterning, syringe 
applying, stenciling, dip coating, spraying, dot shooting, and combinations thereof 



60. The method of claim 57 wherein dispensing the .adhesive material 
comprises forming a pattern of dots. < 



6 1 . The method of claim 57 further comprising adding at least one optional 
additive selected from the group of a thermal stabilizer, a thickener, a plasticizer, a toughener, i 
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conductive filler, a dielectric additive, a moisture stabilizer, a curing inhibitor, an adhesion 
promoter, a storage stabilizer, a colorant, and an organic solvent. 

62. A method for attaching a lead-on-chip semiconductor die to a lead-on-chip 

leadfirame: 

providing the leadframe with a plurality of lead fingers configured to form a die 

mounting area; 

dispensing an instant setting adhesive composition on the lead fingers in the die 
mounting area, said adhesive material comprising an adhesive component selected from the 
group of a cyanoacrylate adhesive, an anaerobic acrylic adhesive, and mixtures thereof and an 
electrically insulating filler; 

placing the die in contact with the instant setting adhesive composition; and 
forming a bond between the die and the lead fingers with the instant setting 
adhesive composition. 

63. The method of claim 62 further comprising applying a catalyst to the lead 
fingers, die or the instant setting adhesive composition prior to the placing step. 

64. The method of claim 62 wherein the cyanoacrylate adhesive comprises a 
monomer with a formula: 

COOR 
/ 

\ > 

wherein R is selected from the group of a C^^ alkyi, a cycloalkyl, an alkenyl, an alkynyl, a 
cycloalkenyl, an alkaryl, an aralkyl, and an aryl group. 
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65. A semiconductor package comprising: 
one or more leads; 

a die including one or more die bond pads electrically connected to the one more 

. leads; and 

^ > an adhesive layer between at least a portion of the one or more leads and the die, 

the adjiesive layer formed from an instant setting adhesive composition. 

66. The semiconductor package of claim 65 wherein the adhesive layer is 
between a back side of the die and the at least one portion of the one or more leads. 

67. The semiconductor package of claim 65 wherein the adhesive layer is 
between a face side of the die and the at least one portion of the one or more leads. 

68. The semiconductor package of claim 67 wherein the face of the die 
comprises at least one bond pad connected to the one or more leads. 

69. The semiconductor package of claim 65 wherein the instant setting 
adhesive composition comprises an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic acrylate adhesive, and mixtures thereof. 

70. The semiconductor package of claim 65 wherein the instant setting 
adhesive composition includes at least one optional additive selected from the group of a thermal 
stabilizer, a thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive; a 
moisture stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant>an\i 
an organic solvent 

71 . The semiconductor package of claim 65 further comprising an encapsulant 
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formed over at least a portion of the leads and the die, wherein the encapsulant is formed from a 
composition comprising a component selected from the group of a cyanoacrylate adhesive, an 
anaerobic acrylate adhesive, and mixtures thereof 

. \ 72. The semiconductor package of claim 65 further comprising a heat sink 

attached to a portion of the die, wherein the heat sink is formed from an instant setting adhesive 
composition. 

73. The semiconductor package of claim 65 further comprising a heat sink 
attached to a portion of the package, wherein the heat sink is formed from an instant setting 
adhesive composition, 

74. A semiconductor package comprising: 

a singulated portion of a leadframe including a mounting paddle and a plurality of 
trimmed lead fingers; 

a die; and 

an instant setting adhesive composition attaching the die to the mounting paddle. 

75. The semiconductor package of claim 74 wherein the instant setting 
adhesive composition comprises an adhesive component selected from the group of a 
cyanoacrylate adhesive, an anaerobic adhesive, and mixtures thereof 

76. The semiconductor package of claim 74 wherein the instant setting 
adhesive composition includes at least one optional additive selected from the group of a thermal 
stabilizer, a thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a 
moisture stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer,' a colorant,- and 
an organic solvent. 
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77. The semiconductor package of claim 74 further comprising an encapsulant 
formed from a composition comprising a component selected from the group of a cyanoacrylate 
adhesive, an anaerobic acrylate adhesive, and mixtures thereof 



X ^ > 78. A semiconductor package comprising: 

one or more leads; 

a die including bond pads electrically connected to a portion of the one or more 

leads; and 

an adhesive layer between at least a portion of the one or more leads and the 
semiconductor die, v^^herein the adhesive layer is formed from an instant setting adhesive 
composition comprising: 

a cyanoacrylate adhesive component comprising a monomer of the 

formula: 

COOR 

/ 

CH2 = C 

\ 

CN 

wherein R is selected from the group of a C,^ alkyl, a cycloalkyl, an alkenyl, an 
alkynyl, a cycloalkenyl, an alkaryl, an aralkyl, and an aryl group; and 

at least one optional additive selected from the group of a thermal stabilizer, a 
thickener, a plasticizer, a toughener, a conductive filler, a dielectric additive, a moisture 
stabilizer, a curing inhibitor, an adhesion promoter, a storage stabilizer, a colorant, and an 
organic solvent. 

79. The semiconductor package of claim 78 wherein the instant setting 
adhesive composition has a thixotropic index from about 4 to about 6. , ' - • 
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80. The semiconductor package of claim 78 wherein the instant setting 
adhesive composition has a thermal degradation temperature of about 300°C or more. 



8 1 . The semiconductor package of claim 78 wherein R is selected from the 
^rbup of a methyl group, an ethyl group, an n-propyl group, an isopropyl group, an n-butyl 
group,, an isobutyl group, a pentyl group, a hexyl group, an allyl group, a methallyl group, a 
crotyl group, a propargyl group, a cyclohexyl group, a benzyl group, a phenyl group, a cresyl 
group, a 2-chlorobutyl group, a trifluoroethyl group, a 2-methoxyethyl group, a 3-methoxybutyl 
group and a 2-ethoxyethyl group. 

82, The semiconductor package of claim 78 further comprising an encapsulant 
formed from a composition comprising a component selected from the group of a cyanoacrylate 
adhesive, an anaerobic acrylate adhesive, and mixtures thereof 
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ADHESIVE COMPOSITION AND METHODS FOR USE IN 
SEMICONDUCTOR APPLICATIONS 



X \ Abstract of the Disclosure 

An adhesive composition and methods incorporating the adhesive composition in 
semiconductor applications are provided. The adhesive composition is an instant setting 
adhesive composition that does not require external energy input such as heat or radiation such 
for application of the adhesive composition on a surface. The instant setting composition 
possesses sufficient thixotropic characteristics such that applying the instant setting adhesive 
composition to a surface can be accomplished by a variety of application techniques and in a 
variety of patterns. Once applied to the surface, the instant setting adhesive composition sets to 
retain the discrete pattern as applied, in a relatively short period of time, typically from about 
0.10 to about 120 seconds at an ambient temperature, typically from 20° C to 30° C. 
Advantageously, the instant setting adhesive composition can be screen printed on a 
semiconductor wafer prior to singulation because streets between the dice are essentially free of 
the instant setting adhesive composition. 
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DECLARATION 

We, Chad A. Cobbley, Tojigbi Jiang, and Edward A. Schrock, declare that: (1) our respective citizenships 
and mailing addresses are indicated below; (2) we have reviewed and understand the contents of the specification 
identified below, Including the claims, as amended by any amendment specifically referred to herein, (3) we believe 
that we are the original, first, and joint inventors of the subject matter in 

ADHESIVE COMPOSITION AND METHODS FOR USE IN PACKAGING APPLICATIONS 

Filed: Herewith Seria! No.; Unassigned 

described and claimed therein and for which a patent is sought; and (4) we hereby acknowledge our duty to disclose 
to the Patent and Trademark Office all information known to us to be material to the patentability as defined in Title 
37, Code of Federal Regulations, §L56.* 

The undersigned declare further that ail statements made herein of their own knowledge are true and that 
all statements made on information and belief are believed to be true; and further that these statements were made 
with the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or 
both, under Section 1001 of Title 18 of the United States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issuing thereon. 

Wherefore, we pray that Letters Patent be granted to us for the invention described and claimed b the 
specification identified above and we hereby subscribe our names to the foregoing specification and claims, and 
Declaration, on the date indicated below. 




Name Chad A. Cobbley 

Citizenship: USA 
Address: 608 Boise Hill Drive, Boise» ID 83702 



Date 
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Name Tongbi Jiang 

Citizenship: Peoples Republic of China 

Address: 12036 West Patrina Drive, Boise, ID S3713 



Date 



Name Edward A. Schrock 

Citizenship: USA 

Address: 3188 Whitman, Boise, ID 83716 



Date 



*§ 1.56 Duty to disclose information material to patentability. 



•Title 37, Code of Federal Rcgulwions^ §1,5$ is reproduced on the attached page. 
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(a) A patent by its vciy nature i$ affected with a public interest. The public interest is best served, and 
the most effective patent examination occurs wh6n, at tlie time an application is being examined, the Office is aware 
of and evaluates the teachings of all Information material to patentability. Each individual associated with the filing and 
prosecution of a patent application has a duty of candor and good faith m dealbg with th6 Office, which includes a duty 
to disclose to the OfQce all information known to that individual to be material to patentability as defined b this section. 
The duty to disclose information exists with respect to each pending claim until the claim is cancelled or wiliidrawn from 
consideration, or the application becomes abandoned. Information material to tlie patentability of a claim that is 
cancelled or vvithdrawn from consideration need not be submitted if the information is not material to the patentability 
of any claim remaining under consideration in the application. There is no duty to submit information which is not 
material to the patentability of any existing claim. The duty to disclose all information known to be material to 
pateniability is deemed to be satisfied if all information known to be material to patentability of any claim issued in a 
patent was cited by the Office or submitted to the Office in the manner prescribed by §§ 1 .97(b)-(d) and 1 .98, However, 
no patent will be granted on an application in connection with which fraud on the Office was practiced or attempted or 
the duty of disclosure was violated through bad faith or intentional misconduct. The Office encourages applicants to 
carefully examine; 

(1) Prior art cited in search reports of a foreign patent office in a counterpart application, and 

(2) The closest information over which individuals associated with the filing or prosecution of a patent 
application believe any pending claim patentably defines, to make sure that any material information 
contained therein is disclosed to the Office. 

(b) Under this section, information is material to patentability when it is not cumulative to information 
already of record or being made of record ui the application, and 

(1) It establishes^ by itself or in combination with other infomiation^ a prima fecie case of unpatentability 
of a claim; or 

(2) It refutes, or is inconsistent with, a position the applicant takes in; 

(i) Opposing an argument of unpatentability relied on by the Office, or 

(ii) Asserting an argument of patentability. 

A prima facie case of unpatentability is established when the information compels a conclusion tiiat a claim is 
unpatentable under the preponderance of evidence, burden-of-proof standard, giving each term in the claim its broadest 
reasonable construction consistent with the specification, and before any consideration is given to evidence which may 
be submitted in an attempt to establish a contrary conclusion of patentability. 

Individuals associated with the filing or prosecution of a patent application within the meaning of thi$ 
Each inventor named in the application; 

E^ch attorney or agent who prepares or prosecutes the application; and 

Every other person who is substantively involved in the preparation or prosecution of the application 
and who is associated with the inventor, vnlh the assignee or with anyone to whom there is an 
obligation to assign the application. 

Individuals other than the attorney, agent or inventor may comply with this section by disclosing 
information Lo the attorney, agent, or inventor. 



(c) 

section are; 

(1) 

(2) 
(3) 



♦Title 37, Code of Federal Regulations, §1.56 is reproduced on the attached puge. 
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PATENT 
Docket No. 150.Q0720101 

IN THE UNITED STATES PATENT AND TRADEMARK OPnCE 

ApplicantCs): Cobbleyetal. ) Group Art Unit: Unknot 

) 

Serial No.: Unassigned ) Examiner; Unknown 

) 

Filed: Herewith ) 

) . 

For: AD HESIVE COMPOSITION AND METHODS FOR USE IN PACKAGIN G APPLICATIONS 

ELECTION UNDER 37 C F R. 583,71 A[VD 3.73 AND POWER OF ATTORNEY 

Assistant Commissioner for Patents 
Washington, D.C. 2023 J 

Dear Sir: 

The undersigned, being Assignee of the entire bterest in th^ above-identified application by virtue of an 
Assignment recorded in the United States Patent and Trademark Office as set forth below or filed herewith, hereby 
elects, under 37 C.F.R. §3.71 , to prosecute the application to the exclusion of the inventor(s). 

The Assignee hereby revokes any previous Powers of Attorney and appoints: Ann M. Mueting (Reg, No, 
33,977); Kevin W. Raasch (Reg. No, 35,651); Mark J. Gebhardt (Reg. No. 35,518); Myra H, McCormack (Reg. 
No, 36,602); Amelia A. Buharin (Reg, No. 38,835); Victoria A. Sandberg (Reg. No. 4l387); Mark A. 
Hollingsworth (Reg. No. 38,491); Lia M. Pappas (Reg. No. 34,095); W. Eric Webostad (Reg. No. 35,406); Walter 
M. Fields (Reg, No. 37,130); Charles B. Brantley. II (Reg. No. 38,086); Susan B. Collier (Reg, No. 34, 566); Kevin 
D, Martin (Reg. No. 37,882); and David J. Paul (Reg. No. 34,692) 

as its attorney or agent (with fiill powers of appointment, substitution, and revocation) to prosecute tlie application, 
and any division, continuation, continuation-in-part, reexamination, or reissue thereof, to make alterations and 
amendments therein, and to transact all business in the Patent and Trademark OfRce in connection therewith, and to 
receive any Letters Patent. 

Pursuant to 37 C.F.R. §3.73, the undersigned certifies thar the evidentiary documents have been reviewed, 
specifically the Assignment to Micron Technology, inc. referenced below, and certifies that to the best of my 
knowledge and belief, dtle remains in the name of the Assignee. 

Please direci all communications as follows: 

Attention: Amelia A. Buharin 
Mueting, Raasch & Gebhardt, P.A. 
P.O. Box SS1415 
Minneapolis, MN 55458-1415 
Telephone No. (612) 305-1216 

ASSIGNEE: Micron Technology. Inc. 

Date: ^y^^^/J y^9'>r 



Name: Michael L, Lynch 
Title: Chief Patent Counsel 



ASSIGNMENT: 

Concurrefttly filed herewith for recording, a copy of which is attaclied hereto. 
_^ Prcvitmsly rcpordcd on : ^, dt RpcI : Frame ; , 



